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white and yellowish white sands may be worked up together and
when washed and screened would make a light colored clear quartz
sand suitable for good grades of glass.

The white sand when prepared by itself makes a very high
grade of glass sand well suited for the manufacture of the best
grades of glass produced in America. It is the deep red and some-
what clayey top sand that makes excellent molding material. The
source of water for washing the sand is an artificial pond one-third
of a mile east of the pit. The water is conducted in an ordinary
pipe line to the plant. The water once used 'is conducted into a
settling tank, and the overflow is delivered into a storage tank, so
that the water may be used over and over again. The pipe line for
washing has five inches suction with four inches discharge. The
supply from the pond has 2.5 inches suction and two inches dis-
charge. It would therefore require a run of 16 hours from the pond
to supply the plant eight hours.

There is, however, a fine spring, of never failing water only a
few .hundred feet on the opposite side of the railroad. This sprin'g
can add materially by storage to the supply of water for washing
the sand. . A siding only 500 feet in length delivers the cars to the
storage bins. Conditions are practically ideal for the production of
large quantities of glass sand at this plant.

Sand has been mined at Tip Top on both the east and west side
of the Illinois Central Railroad, and on both the east and west side
of the state highway. On the west side of the highway the new
opening contains an oil charged sand lens varying from four to six
inches in thickness. These glass sands were proven to extend be-
yond the property of the Kentucky Silica Company toward Mul-
draugh. Also toward the Ohio River on the Dickson farm.

An old pit from which some 20 carloads of sand have been
shipped was found on the farm owned by W. F. 'Scheible oUe-haft
mile from Tip Top. The sand was identical with mthat produced at
Tip Top. .The sand also appears 1.5 miles southwest of Tip Top on
what Is known as the Camp Knox Government Reservation, which
is an artillery firing center.

EAST VIEW.

The sand pits now operated at East View are owned 'by E. F.
Sch windier of Louisville, Kentucky. The glass sand at this pit has
an overburden of soil of three or four feet in depth. The soil grows
shallower toward the west. There is about from one to two feet
of red to yellowish sand just beneath the soil. This sand is col-
ored largely by the iron content of the soil infiltrating thru the sand.
There is from 40 to 45 feet of pure white to a very faintly yellowish
white sand. When dry the sand seems perfectly white. The quarry
face runs north and south with 200 feet linear dimension. It is
situated on the west side of the Illinois Central Railroad and so
close to the railroad that the cars are loaded on a passing track.glass sand (fertilizers^ Thoe sand from the" gravel.urface........................................................................    6 feet
